SILICA BKICKS, BLOCKS, TILES, ETC.
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compressing the coke) containing less than one gramme of
sodium chloride per litre.

The analyses of typical fire-clay and silica bricks are as
follows :

Fire-clay.                     Silica.

Silica Si02        ....       64-6                     93-7

Titanic oxide Ti02   ...         1-3                       0-3

Alumina A12O8          .         .         .       29-6                       2-0

Ferric oxide Fe2O3    ...         3-0                       0:8

Magnesia MgO....         0-4                      0-2

Lime CaO         ....         0-3                       2-0

Potash K2O     .        .        ,         .         0-6                       0-6

SodaNaaO                                               X)-4                       0-4

100-0

100-0